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@ Verfahren zur Vorbehandlung naillrllcher Fasem. 

@ Die Erfindung betrifft neue U'^'^haltige fiieichereihiHsmittel und Vorbahandlungsmittel fur die Bleiche und 
Vorbehandlung von Baumwolta, Celluiose, Regeneratceilulose und deren Mlschungan unteratnandar und mH 
Synthesefasem, die das Z!e1 haben, der Ware nach dam Bleich- Oder Vorbehandlungsvorgang einen weichen 
Warengriff zu geben, die vorbehandlungabedingte FaserschSdigung 2u verringem, c£e nachfolgende Net2bark6it 
und die Anf^rbisarkeit mit DTreld*. Realctiv-, KUpetv. Naphthoic und SdiwefetfarbstofFen zu verbessem. 
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Die ErflmJung betrlfft ein Verfahren zur Vorbehandlung naturiicher Fasem pflanzilchen Oder tierischen 
Ursprungs mil einer Vortpehandtungsflotte, die gegebenenfalls neben anderen Textllhltfsmlttein anionische 
Netz- bzw. Dlspergiermlttei enthatt. deren Gegenkailonen zu 5 - lOD Aqutvalent-% aller Katlor>en Ulhlum 
darstellen. 

6 PfJan2liche und anfmalische TextihMatsriatten werd&n zu ihrer NaBvered^lung einer Reihe von Behand*' 

jungsschritten unterworfen. Hierzu zShien die Vorb&handlun^, das FSrben oder Bedrucken» soweit die 
Textiien nicht als Welflware eingesetzt werden sollen. In einem ansc^liefienden Veredlungsprozefl ist die 
JMaciibehandiung oder Ausrustung zu nenner>. Zur Vorbehandlung zShlen das Waschen, das Abkochen. 
Seuchen urKl das Bleichen des rtattven ftohmaterlals. Notwendig idt dleae Blelche oder Vorbehandlung 

10 einerseits, um r^atUrliche. farblge Baumwolll^estandtolle zu er>tfernen und eomit durch deren Entfemung den 
Weifigrad des textilen Folgeproduktes zu ertiohen. Andererseils st5ren diese natGrtfchen BaumwoDbestand- 
teile belm FSrben brillanter Nuancen, so da6 eine gleicbmaBlge Aufhellung dea zu f&rbenden Untergrundes 
notwendig ist. um den gewQnschten Farbton nach der Fgrbung zu erzJeten. 

Zus9tzJic^k wind duroh don Bleichvorgang ©ino intensive Retnigung des Rohmatortals errelcht, und durch 

15 die Vorbehandlung werden wachstumabedingte» morphologi^cho und endogene Materlaiunterschlede der 
nfitiven Cellulose ausgegiichen. was einerselts zu haherem FarbstoffaufbauvermSgen, andererseits zu 
gleichmaaigeren Warenbfldem fUhrt und 2u besseren Warenlaufelgenschaften bei nachgeachalt^ten Naflver- 
edtungsprozessen ftJhrt. 

Bei der bisher durchgefuhrten Vorbehandlung, b^pielsweise durch Bletchen, werden bereits hohe 
We|^Bgrade erzlelt Hlerbei wird aber hSufig neben der gewOnschten Bleiche berelts ein teilwaiser Abbau der 
naluriichen Faser beobachtet, was sich in ^ner verm^nderten Materialfesiigkeit SuBert. wurden daher 
MSgllchkeiten gesucht. im Vorbehandlungsvarfahren die bisharige Wasch- bzw. Bleichwirkung zu erhalten 
Oder 2u verbessern, dab^ ernen Angriff auf die Fasern zu vermindem. die Verbeeserung des Warengriffs zu 
erreichen urxl die Mon^hologie der Fasern fOr olne nachfolgende AnfSrbung rrxH Sulfogruppenhalttgen 

99 Dlrak^ Oder Reaktivfarbstoffen weiter zu verglelchmSBIgen. £s wurde gefunden» dafi dies rnQgUch fst. wenn 
man zur Vorbehandlung Rotten einsetzt, die anionische Netz- bzw. DIspergiermittel enthallen, deren 
KatiOnen mindestens teilwelse Lithfum darstellen. 

Bisher Ist es ledigllch bekannt, Farbungen in Gegenwart von U-Kationen vorzunehmen. So beschreibt 
EP 511 571 den Zusatz wasserlosllcher U-Verbindungen, fnsbesondere LiHCOa, zur wSBrigen Fartstoffeu- 

$0 bereJtung. JP 7a/43 155 beschrelbt die Farbung von Fasem und Kunststoffen mil kationischen Farbstoffen 
In Gegenwart grerizflachenaktiver Verblndungen» die U-Salze ssin konnen. 

Die Erfindung betr'rfft ein Verfahren zur Vorbehandlung natOrlicher Fasem ptianziichen oder tierischen 
Ursprungs oder deren Gemischen mrt synthetfschen Fasem mrt einer Vorbehandlungsflotte, die anionische 
Netz- bzw. Dispergiermlttel enthalt, wobei weiterhin Bleichmittel und/oder Bleichstabllisatoren und/oder 

35 Tenside und/oder nicht-ionlsche Komponenlen fur die T6>dilbehandlung anwesend Oder abwesend sind, das 
dadurch gekenn^eioinnet ist. dafi die Kationen der aruonlschen Netz- bzw. Oisperglenmltte) zu 5 - 100 
Aqurvalent-% Lithium und zu 95 - 0 ^quivalent-% eines oder mehrere aus der Gruppe von Na*. K'*', 
Ammonium. Ca++ urKi Mg**^ darstellen. 

ErfindungsgemaB vorzubehandelnde naturliche Faserh pflanzlichen oder tierischen Ursprungs sInd 

40 belsplelsweise Baumwolle, Reganeratcellulose. Leinen, Jute. Sfsal. Wolle, Seide, deren Gemlsche untereln- 
ander oder deren Gemlsche mit synthetischen Fasem, wl© Polyamld. Polyester oder Polyacrylnitrll. In 
solchen Gemischen liegt die natQrIiche Faser in einer Menge von 10-95 Gew,-% yor. In bevorzugter Wels© 
sind die natOrlichen Fasem pflanzlichen Ursprungs, besonders bevorzugt Baumwolle und Leinen sowie 
deren Gemische mit den erwahnlen synthetisclien Fasern. 

45 Als Formen der Vorbehandlung seien belspielsw^se das Waschen, das Abkochen, Beuchen und das 
Bieichen, In bevorzugter Weise das Abkochen und das Bieichen. in besonders bevorzugter W^e das 
Bleichen genannt. 

Erfindungsgern^B enthalten die Vorbehandlungsflotten anionische Netzmlttel (l)» anionische Dispergler- 
mlttiel (II) Oder Gemlsche tjeider. die als Gegenkaiion zu mindestens 5 Aquivalent>% Lithium enthalten. 
50 Sotche anionische Netz- t»w. DIspergiermittel sind in bevorzugter Welse Phosphate, Sulfate, Sutfonate, 
Carboxylato Oder ein Gemisch mehrerer von ihnen. 
BeispieJe fUr (i) sind: 
1 . DialkyI- bzw. Diarylphosphate der allgemeinen Formei: 

SB 



2 
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30 



40 



45 



55 



R — 0(CHi 



worin 

R fur C4-C20 Oder Aryl steht, — 
w fur Wasserstoff. Methyl, Ethyl oder Phertyi stdht und 

n fQr «ine Zahl von 0 bis 6 stehl. 

2. Pettalkoholsulfonate b2w. Sulfate der fplgenden Formel: 

R'0(CHiCHR90>„CH2CH2-A-Li*p 

7S 

worin 

R2 fOr Ca-Caa-Alkyi. Ci2-C22-AIIteny» Oder Ci2-Cfi2-CyoJoalkyl steht. 
R2 fOf Wasserstoff, M^thyJ, Ethyl Oder PbenyJ steht. 
n fUr eine Zahl von 1 2 bis 60 steht. und 
20 A fijf eine antonisohe Gruppe, insbesondere SOa- oder SOa-, steht, 

3. Sulfonierte Rtcinusole (TUrkischrotSle) in Form von Lithiumsalzen. 

4. U-alkylarylsulforwite mit irtsoesamt 12-24 C-Atomen, wis z.B. die Dodecylbenzolsulfonsaure als 
Uthlumsalze. 

5. Suffonierte Saureamide aus hohermolekularen ungesSttigten Fett«^urer) der allgemetnen Formel 



wobei 

R* und unabhangig von^inander fur Ci-Cs-Alkyl stehen 

35 X eine ganze Zahl von 12-18 und 

y eine ganze Zahl von n - 3 bedeuten, 

Z.B. das $ulf«(tierung8produkt das &isSLjrediidobutylaniid$: 



>~H-C-(QH^ — CH— CH (CHa)? CHj , 



9. ^kyllerte NaphthalinsuNonsSuren ais Lithiumsabe, z.B/. 




(statt I-C+H9 auch andeuss Ci-C4-Alkyl moglich). 

7. Sulfobernsteinsaureester mit der allgemeinen Formel 
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O 

O— C— CH SOpU® 



O — C CH 



worin 

und unabhSngig voneinander fur C^-Czz-Alkyl oder Ce-Czz-AlkenyJ Gtehen. 

8, w-SuKo-FettsMureestsr 

10 



R' — CH-C^ ^ 
' OR' 



25 worin 



30 



und unabhangig voneinander fOr C^-Cis stehen. 
Beispield fDr (II) Qind: 

1. Sulfonierte arpmatische Kondensationsprodukte, beisr^'elswetse aus Naphthalin, Formaldehyd und 
SchwefelsSure al? lJthium$at;ze, insbesondere der Forme! 



40 




SO! 



so 



worin X Bine 2ahl von 1-3 darsleltt. 
2. Verbindungen der Forme! 



65 



OH 




4 
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worin 

fV° unal>liSngig vom jewelligen Auftreten fUr C*-Ci2-AIkyl, Ci-Ci2-AIkoxy. Ph«n^, Cydohwyi 

Oder Cz-Cc -Hydroxy alkoxy steht. 
R" unabhangjg voneinender fur Wesserstoff Oder Ci-C«^AIky| steht, 
6 X fQr eine Zahl von 1 bi$ 10 Steht und 

y unabhangig voneinander fur Zahlen von 1 bi9 x + 1 steht. 
3. Polykondensate aus 

a) verschiedenen Alkylsulfbn^uren m!t HaJogenarylsulfonsSurBnt wobel die Hauptkomponente -folQdn- 
der Formel entspricht: 



worin 

20 fOr C6-C22-A1kyl Oder Cc-C^fi-Alkenyl steht. 

b) reakttonsfghigen Alkylarytverbirtdunger^ mit aromatischen Sulfons^uren. wie 2,8. BenzyJcbtorid mit 
Naphthalinsuifonsaure. wobei die Hauptkomponente tolgerider Forme) entspricht 



25 




90 

worin 

X ftlr 1 - 3 steht. 

c) Diphenyietherderivate u.S. mit Arylsulfbnaten und Formaldehyd. wobel die Hauptkomponente 
35 folgender Formel emspricht 



40 




4S 

worin 

X fUr 1 - 3 steht. 

d) KreeolsulfonsSuren m)t Formeldehyd, wol^ei (fie Hauptkomponente folgender Fdrmel entspricht: 

so 



66 



6 
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CH, 




sopu® 



IS 



v/orinfDr 

X 1-3 Stent 

e) Harnatotl-Formaldehyd mit Phonolsulfoos3ure. wobel die Hauptkomponent© fblgend«r Form©l 
entspricht: 



o = c 



NH 



(?-y) 




sopu® 



2-x 



30 



worin 

X = 1 Oder 2 und 
y ^1 Oder 2 sein kSnnen. 
4. Verbindungen der Forme) 



36 



-N 



CH^CH^CO^U 



CHjCHjCOjH 



4Q 



45 



SO 



55 



worir) 

f0rCe-C22 steht 

Die anionischen Notz- bzw, DIsperglemnitteF (I) bzw. (II) sind bekannte Vert>indur)gen, die auf bekannte 
W^e hergesteltt werden konnen. Erfindungsgemafi erfolgt nun ihr© N^itralisattion mlndestens teitweise mit 
UOH, LisCOa. LiHCOa Oder ^deren U-Salzen schwacher S^uren. Uegen hergestellungsbedingt die Na-. K- 
Oder Ammonium-Saize vor. wird die frele saure von (J) bzw. (II) mit Hilfe eines sauren lonenaustauscbers 
erhatten und anschliefiend mit einer der oben genanmen Ll-v^rbindunngeh neutraHslert. Q:>enao wie 
mehrere der genannten Netzmittel (I) als Gemisch in einer Vorbehandlunosflotte fOr das ©rfindungsgemlSBe 
Verfahren vorfiegen kCnnen Oder mehrere Dispergiermittel (It) voriiegen konnen, konnen auch Oemische 
von Sroffen aus der Qruppe (I) mft Stoffen der Gruppe (II) voriiegen. Ebenso fst es m5glich, dafi rieben dem 
Ll-Kation auch andere Kstionen von Na, Ammonfum, Ca Oder Mg neben LI voriiegen kfinnen. 
Erfindungsgemfia liegen 5-100 Aqulvalent-% Li und 95-0 Aquivaient-% eines Oder mehrerer der anderen 
KatTonen vor- Wrchtig 1st, daS pro 100 g vorzubehandeinder Faser 0,02 - 6 g, bevor^ugt 0,i - 2 g Li- 
Katlonen enthcdtende Netz- txw. Dispergiermittel In der Vorbehandlungstlotte vortlegen. 

In einer weHeren Varlante kOnnen Li-haltige (I) bzw. (II) auch in der Vorbohandlungsflotta aus nicht U- 
balttgen Netz- bzw. Dispergiermitteln und zugesetzten U-Verbindungen aus der Gruppe von LIOH. enorgani- 
echen und organischen U-$alz©n gebildet wenrien. 



e 
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Des welteren kt5nnen der Vorbehandlungsflotte noch Ubliche nicHHonlsche Komponente (III) zugesem 
werden. wie z.B. 

1. Alkoxylierte CB-Cso-FettalkoholQ mrt 2 bis 12 Ethylenoxld {BOy bzw. Propylenoxid (POhBnheiten, 

2. Alkoxylierte C7-C2o-Alkylphenol© mit 2 bis 12 EO tew. PO sowid 
5 3- <-Caprolactam, 

4. Polyvinyfpyrrolfdone. 

Die erfindungsgemaBen Vorbehandlung^fiotten enthalten die Alkalisal^e von (I) und (II) in einer Qesamt^ 
menge von 0,2 - 20 Q/l, bevorzuQt 0,5 - 10 g/l, wobei eines Oder mehrere Netzmittei (i) oder eln^s oder 
mehrere Disperglermittel (II) Oder Gemisch© (I) und (11) eingesetel werden. Die Alkalisaize liegen Im 
70 angegebenen Umfang mlnddstens teilweise als U-Saize vor. Falls eln anderes Kafion neben U* voHiegt, ist 
dies bevorzugt Na"^- 

Das erfindungsgemSBe Vorbehar^dlun^sverfehren kann in t=orm des Auszfehverfahrens Oder !n Form 
des Foulard-Verfahrens durchQefOhrt werden. Als Temperaturberelch kommt der von 20*C - 110»C In 
Frage. wobei das Abkochen als Vorbehandhjng bevorzugt im oberen Tail dieses Beraches. namfich von 70 
IS * 98 *C, durchgefUhrt wird, wSiirend Wasofien und Bioichon im gesamten Temperaturberelcli ausgefChrt 
warden k&nnen. Die Dauer der Anwendung des erfindungsgemafien Verfahrens ist abhSngig vom Grad der 
VerfSrbuno biw. Ver^hmutzung und ist fur den Fechmann War erkennbar. 

Die erfindungsgemaBe Form der Vorbehandlung als Blelche wird so durchgefCihrt, dafi der Rotte als 
Blachmittol ©in Hypochlorit, Wadserstoffp>eroxid, ein anderes Perojdd, eine Per-Verbindung, Ozon oder 
so mehrere von ihnen getrennt Oder oleiciizeitig zugesstzt werden. Bevor;aigt wird Hypochlorit, Wasserstoff- 
peroxid, Peroxid oder eine Per-Verbindung, in tiesonders bavorzugter Form Wasserstoffperoxid. ein Perdxld 
Oder erne Per-Verbindung zugesetzt. Be'i der erffndungsgemSBen Durchfuhrung der Vorbehandlung in Form 
der Bleiche kann das anionlsche Netz- b2w. Dispergiermittel (I) bzw. (11) vor oder wahrend des Bleichens 
eingeset2t werden. 

25 Das Netz- bzw. DIspergiermttte) (I) bzw. (II) kann auch in der Vorbehandlungsftotts aus nicht U-haltiQem 
(i) bzw. (II) und zugesetzter Uthium-Verbindung aus der Gn^pe von UOH, anorgsnlschen oder organischen 
. Ll-Salzen gebiidet werden. 

FOr den Fall der Verwendung von Wasserstoffperoxkl, anderen Peittodden oder Per-Verblndungen tst es 
gOnstig» Bieichstabilisatoren einzusetzen. Als BleichstabiBsatoren kommen berspieisweise folgende Verbin- 
30 dungsklassen In Frage: 

• Phosphorverbirxlungen, wis Tripolyphosphate, Ortho-phosphate, Hydroxyethan-1,1-d1phosphonsaure 
und 2-Phosphonobutan-1 ,2,4-tricarbon5aure, 

- Magnesium-Saize von Aminopolycarbonsauren, 

- Ethyiendiamln-tetraessigsaure und deren Salze, 
ss - PolyacrylsSiuren und deren Derivate sowie 

- GiuconisSure. 

Die Stabilisatoren ©nthalten vielfach Mischungen der olien aufgefyhrten Wirkstoffo, wie beispielsweise: 

- Giuconsaure und Natriumpyrophosphat, 

- PoJyacrylsaureamid, Hexamethaphosphat und Ortho-Phosphat. 

40 ' Gluconsaure-natriumsalz und Ethylendlamln-tetraesslgsauro-natriumsab, 

- ethylendiamin-tetraessigsSure und Hydroxyelhen-l.l-diphosphonsaure oder 

- Giuconsaure. 2-Phosphonobutan-1,2.4-tricarbon8aureund Ethylendiamintetraessigsaure. 
GrundsStzlich konnen zur Hersteilung cter erfindungsgemaB einzusetzenden Vorbehandlungsflotte die 

genannten Netzmittel (I). Dtspergiermittel (II) und gegebenenfalte nicht-ionische Komponenten (III) sowohl 
4S einzein als auch In belleblgem Gemisch untereinander eingesetzt werden. Pur den Fall der Verwendung 
elnes Bieichstabilisators wird dieser jedoch stets separat zugesetzt; auf den Einsatz eines Bieichstabilisators 
kann auch verzjchtet werden. 

Zur Bleiche von beispielsweise RohbaumwoBe werden heute \m wesentfichen zwei Blefchmethoden 
eingesetzt: 

so a) die Bleiche von Rohbaumwolle mit chlorhaltiQen Bleicbchemikalien. Mittels dieses Bleichprozesses ist 
ein sehr hoher WeiiBgrad und ein sehr guter Warengriff ©n^ichbar. Wegen der hohen Umweltbelastung 
mit chtorhaitigen Baumwoliabbauprodukten Ist dieses Verfehren aus UmwettschutzgrOnden stark kritisiert 
worden. 

b) die Bleiche von Rohbaumwolle mittels Peroxiden, hauptsachlich mittels Wasserstoffporoxld. Efne 
55 charakteristische Blek^hrezeptur fGr Rohbaumwolle im Ausziehverfahren iat die fblgerKle: 
4 ml/I H20a (30 %lg) 
2,5 ml/I NaOH. (32 eew.-%) 
4 g/t Stabitisator zur Stabiltsierung von H202 

7 
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0.1 - 1 eines nicht Ll-haWgen Nete-/Pispergiermitteis und 

0. 1 - 2 ml/1 Entschaumer. 

Die genannte HzOz-Bleichflotte wird erfindungsgemSd durch Lhhaltiges <l) bzw. (II) ergSnzL Hierbei wird 
Oberra^chenerweise auch bet Abwesenheit ubBcher WeichmaQher eine deutliche Verbessrung do& Waren-^ 
griffs b^ob«?htet. 

1st weiterhin uberraschend. dafl durch Zugabe der Ll-Salze von (I) bzw. (II) zum Bleichbad die im 
folgenden V^redlungs^chritt dgrchgefuhrte FSrbungen mit Reaktiv-, Subslantiv% Kupen-, Naphthoic uiid 
SchwefelfarbstDffen glelchm^Bigere und zusStzlIch tiefere BnfSrbungen ergeben. Weitdrhin fst die soge- 
nannte Wiederbenetzbarkeit des behandehsn Materials verbessert Did drfindungsgemfiBe VorbehandJung 
mit Li-haJtigen (1) bzw. (11) verringert offendichtlich wachdtumdbedlngid Materialunterschlede und ebdiiso 
mechanlsch bedlngte Materlalunterschldde, wie sid bdlspielswdise bdi texHIdn Schmlrgelprozessen eintra- 
tan, so daB die obengenannten VergleichmgSigungen und daraud rdsultier&nden textilen Verbeeserungen 
eintraten. 

Fotgende Einsatzgebtete dar erfindunQsgemaflen Vori>6handlung seien besondsrs herausgestellt; 

1. Einsatz von U-halligen (I) bzw, (11) als Zusatzchemikalien fOr die Peroxid-Bleich© im Ausziehverfahron 
aus langer und kurzer Rotte und Im Bleichverfahren auf kontioufernch und diakcmtinuierfich arbeitendon 
Bleichaggregaten, wobei Baumwolle. BaumwoHe/Leinen, Baumwolle/Viskose. Baunnwolle/Modal, Visko- 
se/Leinen, Baunf>wol!©/Poly©st©r, Baumwolle/Poiyamrd in Betracht kommen. 

2. EJnetz von Li*-haltlg©n (I) bzw. (II) als Zusatzchemikallen fiir die Pero>ddbleiche In Kontinueverfahren 
unter almospharlschsn Bedingungen oder bei Raumtemperatur oder bei Kochtemperatuf unler Hochtem- 
peraturbedingungen, wobei die unter 1. aufgefGhrten Materialieri veredelt werden. 

3. EInsalz der U-haltigen (I) bzw. (II) im Vortaehandlungsverfahren in Form des Ausziehverfahrens aus 
Janger und kurzer Flotte und auf kontinulertich und diskontinulerllch arbeltenden Vort>ehandlungsaggrega- 
ten, wobei Baumwolle, B&umwolle/Leinen. Baumwolle/Regeneratceliutose. RegeneratcelluLose/LBlnen.Baum- 
wolle/Polyftstdr, Baumwolle/Polyamtd bevorzugt in Betracht. 

4. Bnsalz der U-haltigen (J) bzw. (II) zum Ausgleicii morphologischer Materialunterschlede im Hinblick 
auf nac(\f6lgende textile NaSverarbeitungsprozesse. bevorzugt wiederum als Zuaatzmlttei in Peroxid- 
bleichprozessen. HJerbet kommen Baumwolle, Baumwolie/Letnen, Baumwolle/Viskose, BaUmwolle/Modal, 
Viskose/Leinen bevorzugt in Betracht. 

Belspiele 



In den folgenden Beisplelen wurden u,a. folgende HlJfsmittel eingesotzt (geschCitzte Warenzeichen der 
Fa. Bayer AG: alio Angabwi In 6ew.-%): 

3S BAYSTABIL UBD®: 17 % Gluconsaure (z-T. als Na-Salz), 2 % MgO, 10 % Na-citrat, 71 % HaO; 
BAYSTABIL LF«^; 4 % Na-gluconat, 3.5 % Pho^hono-butanotetracarbonaSure, 5 % MgCb«8HaO. 7 % 
Nitritotriesslgsaure, Rest Wasser; BAYSTABIL DB: 32 % Na-^luconat, 7 % MgCb*6H30» 4,5 % Phospho- 
nobutanotetracarbondSure, Rest Wasser; ERKANTOL NR: 42,5 % Cfi-Ci^-Fettalkohol 6 Ethylenoxid, 42.5 
% Ct-Cs-Alkohol + 6 Propylenoxid 4- 15 % HaO. LEVAPON TH fiassig: 36 % Na-Oia-Cis-alkylsuHonat, 

40 19^ % Ci^-CiB-FettaOcohoi + 3 Ethylenoxid, 10 % l-Propanol, 34,5 % H2O; BAYSOLEX K: 6.5 % Na- 
gluconat, 6 % Na-citrat, 19 % Na-CisCiB-alkylsuifonat: Rest H2O. 

Belsplel 1 

45 ' 1 000 g Baumwolle/Lelnen-Gewebe (MischungsvertiSitnis 1:1) wurdsn in elnem JmprSgnlerfoulard bei 
23 *C durch eine MIschung. bestehand aus 

10 mI/1 BAYSTABIL UBD®. 

76 ml/I Natronlauge Be (32 Ggw.-%), 

60 ml/l Wasserstoffperoxid. 35 %. 
50 4 mm Cio-Cia-FettalkoiTOl + 6 Ethylenoxld (90 %ig In H2O), 

2 ml/1 ERKANTOL NR«. 

3 ml/1 LEVAPON TH fl.<» und 

5 ml/1 einer Hllfsmhielmlscliung A. bestehend aus 
10,0 % IKIsooctyipliosiiat, U-Saiz 
as 9,0 % e-Caprolactam 

5.0 % 2-Phsophonobutan-1,2,4-tricarbonsaure, Na-Saiz 
10,0 % Methyldigiykol 
12.0 % Propyienglykol 
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54.0 % Wasser 

so impragniert dafi die Blelchflotte bei elner Plottenaufnahme von 70 % fnsgesamt 24 Stunden auf d9S 
Textilmaterial einwirkte. 

M\i Qleichom ErfolQ k^nnen auch die In d^r folgenden Tabelle 1 aufgefUhrten is^ischungen Bl9 A 
a eingesetzt werden: 
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AnschiieBend wurde 2 tc im Fiottenv^rh^ttnis 1:10 bei 80- C gespUlt und das Material getrocknet. 
Beispiet 2 

9 1 000 g Vtskose/Lelnen-Material (MrschungsverhSitnls 1:1) wurden aut emem Jigger-Aggregat im 
Rottdnverh3)tnis 1:d insgesamt 60 min bei 05 "C mit einer Vorbehandlungsflotte behandelt der 2 ml/l der 
erfindungsgdmn^en Hilfsmittelmischung aus Beispiel 1 zugesetet wurden. 

Nach bddndeter Behandlung wurde das Matdrial 1 mat !m Flottenverhattnis 1:10 gespOlt und getrocknel 
AnschlidOdnd wurde das Material im Klot^-Kaltvarweil-Verfdhren mit Reaktjvfarbstoffen wie ubiich 

10 gefSrbt. 

Beisplel 3 

100 kg Baumwolle dingle Jersey wurden auf einer Haepelkufe tm FkittenverhBftnis 20:1 rrut einer 
75 Bleichflotte. bestehend aus 

0.2 g/I MgSO+ 

0.3 mW BAYSTABIL LF® 

1,0 ml/I Ctz-CtB-Fettalkohol 5 Ethylenoxid 

3.0 m(/l NaOH 38* (32 Gew.-%) 
20 e.O mt/1 H^Oi^ 35 % 

und 2,0 ml der erf indungsgemS Ben Substanznnlschung A 

in 45 Minuten von 50 * C auf 95 ' C aufgehelzt und anschlieBend 60 Minuten bei 95 « C behandett. 
Nach Abtassen der Bleichflotte wurde im Flottenverhallnis 1 :20 2k gespult 

26 Beisplel 4 

25 kg konfektionlertes Baumwollmaterlal wurde In einem Paddel ^rbeaggn»gat Im FlottenverhSltnis 
30:1 mit einer Blachflotte. bestehend aus 
0»2 g/I MgSO* 
30 0»3 ml/1 BAYSTABIL U=e 

1»0 ml/1 Ci2'Ci8-Fettalkohol + 5 Ethyler^oxid 
3»0 ml/l NaOH 38' B^ (32 Qew.-%) 
5,0 ml/l H2O2 35 % 

und 5,0 ml/l der erfindungsgemSBen Substanz A behandelt. 
35 In 30 Minuten wurde von 25*C auf 95*C aufgeheizt und anschlteSend 20 Minuten bet 95 behandelt. 
Die Behandlungsflotte wurde auf 50* C abgekOhlt. und anschlieBend wurde das Material 2 x inn Flottenver- 
haltnis 1 :30 mit kaltem Wasser gespOlt. 

Beisplel 5 

40 

100 kg GaumwolHMaschenware wurden In einer konfinularfich betriebenen Unterflottenbldiche mit 

folgender Bleichflotte behandelt 

0.15 g/I MgSO* 

5,00 ml/I BAYSTABIL DB® 
45 0,50 ml/l Phosphonobutano-tetracarbonsaure, Na-Salz {50 %ig In H2O) 

10,00 ml/l Wasserglas 37* B^, d = 1.39 g/ml (ca-14 % NaOH. ca. 27 % SiQ2) 

10,00 mifl NaOH 38- B6 (32 (3ew.-%) 

28.50 ml/l HaOa 50 % 

5,00 ml/l BAY60LEX K® 
50 10.00 ml/l der erfindung^gemSlfien Substanz A. 

Das Im Flottenverh^ltnis 1:1 ImprSgnlerle Material wurde 20 Minuten t>ei 100* C gedSmpft und 

anschlieBend 1 x bei 90 * C und 1 x bet 60 * O gespult 

Beisplel 6 

56 

500 kg Baumwoli-Gabardine-Wabware wurden bei ^ner Flottanaufnahme von 100 % mit einer Bleich- 
flotte im Klotz-Kaltverweil-Verfahren 24 Stundeo behandelt Die Bleichflotte hatte die folgende Zusammen- 
setzung: 
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0. 2 gl/1 MgS04 

5,0 mW BAYSTABIL U=® 

2.0 mH Phosphonobutano^tetfacarbonsaure, Na-salz (50 %ig in H2O) 
15.0 ml/l Wasserglas 37- B6,a ^ 1.39 g/ml (ca. 14 % NaOH. ca. 27 % SiO^) 
5 25.0 ml/1 NaOH 38* (32 Gew.-<^^) 
45.0 ml/1 H2O2 35 % 

2.0 ml/1 Cio-Ci8-F€ttalkohol + 6 Ethylenoxtd (90 %ig in HjO) 
5.0 Q/\ KzSOs 

10,0 ml/1 d&r erfindungsgemslflen Substanz A 

TO 

Beigpi^l 7 

1 00 kg Baumwoile/Polyester Scherpliisch {Mischungdverhaitnids 80:20} wurdon bei einor Flottenaufnah- 
m9 von 116%bet^*C24 Stunden met folgander Bldi(::hfl<>ttd. baharidah: 
75 0,2 gA MgS04 

5,0 ml/J BAYSTABIL LF® 

2.0 ml/J PhosphondbutnotatracarbonsSure, Na^salz (50 %\q In H2O) 
15.0 ml/1 Wasserglas 37* B4, d a 1^9 g/ml (ca. 14 % NaOH, ca. 27 % SiO*) 
25.0 ml/1 NaOH 38* B6 (32 Gew.-%> 
so 45.0 ml/1 H2O2 35 % 

2.0 ml/J Cio-Cis-Fattalkohol 6 Ettiytanoxid (90 %ig in HaO). 
5.0 g/l K^SOs 

10^ ml/l der erfindiingsgemiifisn Substanz A 
2$ Patents napKiobe 

1. Verfahren zur Vorb^andlung nartOrlicher Fasern pflanzDchen Oder tierischen Ursprvngs oder deren 
Gemiachen mrt synihatischen Fasam mit atner Vorbehandlungsfiotte, die anionlsche Netz- bzw. 
Olspergiemnftt^l enthalt, wot>ei wettarhin Bleichmittel und/oder Bleichatabillaatoren und/oder nlcht- 

30 ionische Komponenten fOr die TextJlbehandlung anweaend Oder abweaend 9ind, dadurch gekennzaich- 
net» dafi die Kationen dor anionfschen Netz- bzw. Dispenglermlttol zu 5 - 1(X> AquIvalerA-% Uthlum und 
zu 95 - 0 AquTvalenb% eines Oder mehrere aus der Gruppe von Na^, K*", Ammonium, Ca**^ und Mq*^ 
darstellen. 

35 2> Verfahran nach Anspruch 1, dadurch gekennzeichnet. daB es sich bei den naturllchen Fasern urn 
soJche pflanzlichan Ureprvngs, b^vorzugt urn Baumwolle b2w. Lainan handelt. 

3. Verfahren nach Anspruch 1. dadurch gekennzaichnet. daB als Vort>e]iandlung das AblcoChan oder das 
Bleichen, bevorzugt das Bleichsn dunc^getOhrt wird. 

40 

4. Verfahren nach Ansprucb 1 , dadurch gekennzelchnet dafi aJa Bleichmittel ein Hypochlorit, WasserstofN 
peroxld, eIn Peroxid. elne Per-Verblndung. Ozon oder mehrere von ihnen» bevorzugt Hypochlorit, 
Wasserstoffperoxid. ein Peroxid oder eine Per-Verblndung, beaonders J^evorzugt Wasserstoffperoxld 
eingesetzt wIrd (werden)* 

46 

5. Verfahren nach Anspruch 1. dadurch gekennzeichnet, daB das anionische Netz- bzw. Diapergfermlttel 
ein Phosphat. Sulfat Sulfonat Carboxylat Oder sin Gemisch mehrerer von ihnen ist. 

6. Verfahren nach Anspruch 3. dadurch gekennzeichnet, daB das anionische Nets- bzw. Dispergiermitcel 
60 vor Oder wahrend des Bleichens eingesetzt wird. 

7. Verfahren nach Anspruch 1 , dadurch gekennzeichnet, daB das Li-haitige Netz- bzw. Dlsperglerm!nel In 
der VorJDehaTxJIungsflotte aus nicht Li-haltigen Netz- bzw. Dispergiermltieln und zugesetzten Ll-Verbln- 
dungen aus der Gruppe von UOH, anorganlschen und organtschen LKSalzen geblldet wlrd. 

65 

8. Verfahren nach Anspruch 1, dadurch gekennzeichnet, daB die Vorbehandlungsflotten Net2-<i) bzw, 
Dispergiermittel (II) In einer Oesamtmenge von 0,2-20 g/l, bevorzugt 0,5-10 g/l enthatten. 
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S. Verfahren nach Anspruch 1, dadurch gekennzeichnet. daB pro 100 g vorzubehandelnder Faser 0,02 - 5 
g, bevorzugt 0,1 - 2 g Li-Kationen enthaltende Netz- bzw. Dlspergiermittel «nQesetzt warden. 
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WRITTEN OPINION OF THE 
INTERNATIONAL SEARCHING AUTHORITY 

(PCTRule 43blsA) 



AppUcanfs or «i9^Vs file referancd 

see form PCTyiSA/^0 
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FOR FURTHER ACTION 

See parBigraph 2 bek>w 



Intemallondl appticaiion No. 
PCT>IB2004X)02689 



International Uling d^e (d^Jnonth^^^ar) 
13.08^004 



Priority date (dayfinoniH^e 
21.08.2003 



Intern^onal Patent Classification (IPC) or both nartional dassificaHon and IPC 

D06M13/17, D06M13/292, D06M13/295, D06M13/256, D06Mia288, D06M13^7. D06M13i14fi. D0eM11/l55, 



Applicant 

CLARIANT INTERNATIONAL LTD 



1 . This opinion contelns Indicatidns relating to the following ttems: 



□ 
□ 



□ 
□ 
□ 



Box No. [ Basis of ^ opinion 

Box No. II Priority 

Box No. Ill Non-establishment of opinion with regard to novelty, inventive step and Industrial applicability 

Box No. IV LacK of unrty of invention 

Box No. V Reasoned statement under Rule 43Ws.i (a)(i) with regard to novelty, inventive step or industrial 
applicability^ citations and explanations supporting such statement 

Box No. VI Certain documents cited 

Box No. VII Certain defects In the international application 

Box No. Vlll Certain observations on the international application 



2. FURTHER ACTION 

If a demand for International preliminary examination is made, this opinion will usually be considered to be a 
written opinion of the International Preliminary Examining Authority ("IPEA"). However, this does not apply where 
the applicant chooses an Authority other than this one to be the I PEA and the chosen IPEA has notifed the 
IntemationBl Buneau under Rule 68.1h/5(b) that written opinions of this International Searching Authority 
will not be so considered. 

If this opinion is, as provided above, considered to be a written opinion of th© IPEA, the applicant is invited to 
submit to the IPEA a written reply together, where appropriate, with amendments, before the expiration of three 
months from the date of mailing of Form PCTASAiE20 or before the expiration of 22 months from the priority date, 
whichever expires later. 

For further options, see Form PCT>ISAi220. 

3. For further details, see notes to Form PCT4SA^20. 



Name and mailing address of Itie ISA: 



European Patent Office 
I>80298 Munich 

Tel. -^49 89 2399 - 0 Tx: 523656 epmu d 
Fax: +49 S9 2339 - 4465 



Authorized Officer 

Koegler-Hoffmann, S 

Telephone No. -i^ 89 2399-661 1 
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CENTRAL FAX CENTER 
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International application No. 
PCT/IB2004/302689 



Box No, I Basis ol the opinion ^ 

1. With rsgaitl to the language, this opinion has been established on the basis of the international application in 
tlie language in which it was field, unless othenvise indicated under this item. 

□ This opinion has been established on the basis of a translation from the original language into the following 
language . which is the language of a translation furniehed tor the purposes of international search 
(under Rules 12.3 and 23.1 (b)). 

2. With regard to any nucleotide andA>r amino acid eequence disclosed in the international application and 
necessary to the claimed invention, this opinion has been established on the basts of: 

a. type of material: 

□ a sequence listing 

□ table(s) related to the sequence listing 

b. format of material: 

□ in wiltten format 

□ in computer readable form 

c. time of filingAjrnishing: 

□ contained in the international application as filed. 

□ THed together with the international application in computer readable form. 

□ furnished subsequently to this Authority tor the purposes of search. 

3. □ In addition* in the case that more than one version or copy of a sequence listing andA)r table relating thereto 

has been filed or furnished^ the required statements that the informaiion in the subsequent or additional 
copies is identical to that in the application as filed or does not go beyond the application as filed, as 
appropriate^ were furnished. 

4. AdcMonal comments: 
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INTERNATIONAL SEARCHING AUTHORITY 



International application No, 
PCT/IB2004>D02689 



Box No. 11 Priority ' 

1. M Thd following document has not been furnished: 

IS copy of the earlier application whose priority has t>een claimed (Rule ASbisA and 66-7{a))- 

n translatron of the earlier application whose priority has been claimed (Rule 43b&.1 and e6.7(b)). 

Consequently It has not been possible to consider the validity of the priority claim. This opinion has 
nevertheless been established on the assumption that the relevant date is the claimed priority date. 

2. □ This opinion has been established as if no priority had been claimed due to the fact that the priority claim 

has been found invalid (Rules A3t^A and 64.1). Thus for the purposes of this opinion, the international 
filing date indicated above Is considered to t>e the relevant date. 

3. Additional observations, if necessary: 



Box No. V Reasoned statement under Rule 43^is.1 (a)(0 wrth regard to noveHy, inventhre step or 
Industrial applicability; citations and explanatlona supporting sucti statement 



1. Statement 



Novelty (N) 



Yes: 
No: 



Claims 
Claims 



4-9,13,15-17 
1-3.10-12,14 



Inventive step (18) 



Yes: 
No: 



Claims 
Claims 



1-17 



Industrial applicability (lA) 



Yes: 
No: 



Claims 
Claims 



1-17 



2. Citations and explanations 



see separate sheet 
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International applioation No. 
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Re Item V. 



RECEIVED 
CENTRAL FAX CENTER 

DEC 0 4 2006 



1 . The following documents are referred to in this communication: 

D1: EP-A-0 696 6ei 

D2: EP-A-1 305 469 

D3: EP-A-0 685 589 

D4: US-A-5 698 507 



2. INDEPENDENT CLAIM 1 

2.1 The present application does not meet the criteria of Article 33(1 ) PCT, because 
the subject-matter of claim 1 is not new in the sense of Article 33(2) PCT and does not 
Involve an inventive step in the sense of Article 33(3) PCT.. 

Documents D1 discloses a multifunctional textile auxiliary (I) comprising, inter alia, (a) 
10-60 wt.% nonionic surfactant of formula R10-(Alkylene-0)m1- (l);©4-20 wt.% 
hydrotropic additive (cumenesulphonlc acid, naphthalenesulphonic acid), (e) 0-8 wl .% 
Mg carboxylate salt, (f) 0-30 wl.% complexlng or sequestering agent (hydroxy carboxylic 
acid as, for example, citric acid, phosphonates) and (h) 0-60 wt.% water. 

The formula of the nonionic surfactant falls within the scope of the formula (I) claimed in 
claim 1 of the present application (D1 : page 2, line 1 to page 3, fine 55). 
According to page 9, line 32ff of D1 said mixture is used as a textile auxiliary, e.g. as a 
wetting agent, detergent, dlspersant or stabiliser in peroxide bleaching baths. and 
provides storage-stable, low-foam, silicone-free, aqueous textile auxiliaries which can 
be used for the above applications without the addition of other foam suppressants, 
esp. silicones. 



Moreover, it follows also from the examples of document D3 that the mixture claimed in 
claim 1 of the current application is already known in the art (see, for example, example 
2, which describes a mixture comprising a mixture A, C12-18 alkoxylated alcohol, 
BAYSTABIL LF®. etc ). 



PAG E 2301 *RCVD A T 12I4I20D6 1:38:47 PM [Eastern Standard TliTte]'SVR:USPT0-EF}(RF-2/11 ' DNIS:2738300'CSID:704 331 7707*DURATION (mm-s$):0M6. 



Form PCT/Sdparato Shee«/2a7 (Sheet 1) (EPO-January 2004) 



2006/DEC/04/MON 02:00 PM IP LEGAL - CLftRIANT FAX No. 704 331 77Q7 RECEIVED?. 064/071 



Document D4 discloses a composition comprising (a) 1 -6% of a nonionic surfactant; (b) 
5-15% of citric acid; © 0,75-3% of hydrogen peroxide; (d) 0.25-3% a acid resistant 
protease enzyme; (e) 0.25-3% of an amylase enzyme; (f) 1-4% of a hydrotrope; (g) 
0.1-1.5% of calcium chloride; (h) 0,5-2% of sodium formate and water (D4: column 2, 
line 49 to column 4, line 59). 

Thus, the mixture claimed in claim 1 of the current application is not novel in view of D4. 



3. INDEPENDENT CLAIM 14 

The present application does not meet the criteria of Article 33(1 ) PCT, because the 
subject-matter of claim 14 is not new In the sense of Article 33(2) PCT and does not 
involve an inventive step in the sense of Article 33(3) PCT. 

Each of the documents D1 and D3 discloses the use of said mixtures to pretreat 
textiles. 

4. INDEPENDENT CLAIMS 1 5 AND 1 6 

The present application does not meet the criteria of Article 33(1 ) POT, because the 
subject-matter of claims 15 and 16 does not involve an inventive step in the sense of 
Article 33(3) PCT. 



It follows not only from documents D1 , D2 and D3 but also from the description of the 
current application that the pretreatment processes claimed in claims 15 and 16 are 
known in the art. 

5. DEPENDENT CLAIMS 2, 3. 1 0-12, 17 

Dependent claims 2, 3, 10-12, 17 do not contain any features which, in combination 
with the features of any claim to which they refer, meet the requirements of the PCT In 
respect of novelty and/or Inventive step (Article 33(2) and (3) PCT). 
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INTERNATIONAL PRELIMINARY EXAMINING AUTHORITY 



To: 

DONNWALD. Dieter 
Clariant International Ltd 
Rothausstrasse 61 
CH-4132 Muttenz 1 
SUISSE 



1 Av3. 2035 



is is 



i2 



RCT 



p. 065/071 



RECEIVED 

CENTRAL FAX CENTER 

DEC 0 4 2005 



NOTIFICATION OF TRANSMITTAL OF 
THE INTERNATIONAL PRELIMINARY 
REPORT ON PATENTABILITY 

(POT Rule 71.1) 



Date of mailing 
(d^y/lnontnyoai) 



10.08.2O05 



Applicant's or agent's file reference 
2003CH007 


IMPORTANT NOTIFICATION 


Intsmatlonat apptfcaHon No. 
PCT/IB2004X)02689 


IntematloraJ fHing date (dayAnonthy&ar) 
13.08.2004 


Priority date (day/nonttiyoa/) 
21.08.2003 


Applicant 

CLARIANT INTERNATIONAL LTD et al. 



1. The applicant is hereby notified that this International Preliminary Examining Authority transmits herewith the 
Internationa! preliminary report on patentability and ite annexes. If any, established on the international 
application. 

2. A copy of the report and its annexes, if any, is being transmitted to the tntemational Bureau for 
communication to all the elected Offices, 

3. Where required by any of the elected Offlces, the (ntemational Bureau will prepare an English translation of 
the report (but not of any annexes) and will transmit such translation to those Offices. 



4. REMINDER 

The applicant must enter the national phase before each elected Office by performing certain acts (filing 
translations and paying national fees) within 30 months from the priority date (or later in some Offices) 
(Article 39(1)) (see also the reminder sent by the International Bureau with Form PCT/1B/301). 

Where a translation of the international application must be furnished to an elected Office, that translation 
must contain a translation of any annexes to the international preliminary report on patentability. It is the 
applicant's responsibility to prepare and furnish such translation directly to each elected Office concemed. 

For further details on the applicable time limits and requirements of the elected Offices, see Volume II of the 
PCT Applicanfe Guide. 

The applicant's attention Is drawn to Article 33(5), which provides that the criteria of novelty. Inventive Step 
and industrial applicability described in Article 33(2) to (4) merely serve the purposes of international 
preliminary examination and that "any Contracting State may apply additional or different criteria for the 
purposes of deciding whether, in that State, the claimed inventions is patentable or nof* (see also Article 
27(5)). Such additional criteria may relate, for example, to exemptions from patentability, requirements for 
enabling disclosure, clarity and support for the claims. 



Name and mailing address of the international 
preliminary examining authority; 



European Patent Office 
D-80283 Munich 

Tel. 1-49 B9 2399 - 0 T^: 523656 epmu d 
Fax: -MS 89 2399 - 4465 



Authorized Officer 

Fernandez Gomez, L 

Tel. -Mid B9 2399-7449 



1 ^ 
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RECEIVED 

PATENT COOPERATION TREATY CENTRAL FAX CENTER" 

PCT DEC 0 4 2006 

INTERNATIONAL PRELIMINARY REPORT ON PATENTABILITY 

(Chapter II of the Patent Cooperation Treaty) 

(PCT Article 36 and Rule 70) 



Appiicarii's or agdnfs file reference 
2003CH007 


FOR FURTHER ACTION 


See Form PCT/ P E AAt 1 6 


International application No. 
PCT4B2004/D02B89 


international filing date (dayAnonthJ^ear) 
13.08.2004 


Priority data (day/tnpnthiyear) 
21.08,2003 



International Patent Classlflcailor) (IPC) or national classification and IPC 



D06M13/17, D06MiaC92, D06M13;295, D06Mia256. D06M13/288. D06MiaeO7, D06M13/148, DG6M1 1/155, 
D0BM1 5^263, D06L1/12, D06L3i02, D06L3/I2 



Applicant 

CLARIANT INTERNATIONAL LTD et al. 



1. This report Is the lnternatior>aI preliminary exanriination report, established by this International Preliminary Examining 
Authority under Article 35 and transmitted to the applicant according to Article 36. 

2. This REPORT consists of a total of 5 sheets, including this cover sheet. 

3. This report is also accompanied by ANNEXES, comprising: 

a. Q sent to the applicant and to the International Bureau) a total of sheets, as follows: 

□ sheets of the description, claims andA>r drawings which have been amended and are the ba^is of this report 
andi^r sheets containing rectificdtlons authorized by this Authority (see Rule 70.16 and Section 607 of the 
Administrative Instructions). 

□ sheets whicb supersede earlier sheets, but which this Authority considers contain an amendment that goes 
beyond the disclosure In the International application as filed, as indicated in item 4 of Box l^la. I and the 

Supplemental Box. 

b. □ (sent to the international Bureau only) a total of (indicate type and number of electronic carrier(8)) , containing a 

sequence listing andAsr tables related thereto, in computer readable form only, as indicated in the Supplemental 
Box Relating to Sequence Usting (see Section 802 of the Administrative InstructiorYs). 



4. This report contains indications relating to the following Hems: 

lEl Box No. I Basis of the opinion 

□ Box No. II Priority 

□ Box No. Ill Non-establishment of opinion with regard to novelty, inventive step and industrial applicabiiity 

I □ Box No. IV Lacl< of unity of invention 

Box No. V Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial 
applicability; citations and explanations supporting such dtatement 

□ Box No. VI Certain documents cited 

I □ BoxNo. Vtl Certain defects in the international application 

^ □ BoxNo. VIII Certain observations on the tntamationai application 



Data of submission of ttie demand 

17.O2.2O05 


Date of completion of this report 

10.08.2005 


Name and mailing address of the international 
preBminary examining authority: 

JSn D-80298 Muni^ 
^} Tel. •i-4d dd 2ddd - O Tx! 523656 epmu d 
^ Fax:449 89 2399-4465 


Authorized Officer 

Koegler-Hoffmann, S f I 

Telephone No. +49 89 2399- 



I 

! 
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CENTRAL FAX CENTER 

- ' DEC 0 4 2006 

INTERNATIONAL PRELIMINARY REPORT International application No. 

ON PATENTABILITY PCT/IB2004/002689 



Box No. t Basis of the report 

1. With regard to the language, this report is based on the international application in the language in which it was 
filed, unless otherwise Indicated under this item. 

□ This report Is based on translations from tho original language into the following language , 
which Is the language of a translation furnished for the purposes of: 

□ international search (under Rules 12.3 and 23,1 (b)) 

□ publication of the international application (under Rule 1 2.4) 

□ international preliminary examination (under Rules 55.2 and^r55.3) 

2. With regard to the elements* of the international application, this report is based on (replac^m&nt sheets which 
have been furnished to the receiving Office in response to an invitation under Articie 14 are referred to in this 
report as 'onginaliy filed" and are not annexed to this report): 



Description p Pages 

1-18 as originally filed 

Claims, Numbers 

1-17 as originally filed 

□ a sequence listing andAnr any related table(s} - see Supplemental Box Relating to Sequence Listing 

3. □ The amendments have resulted in the cancellation of: 

□ the description, pages 
O the claims, Nos. 

□ the drawings, sheets^tigs 

O the sequence listing (specify}: 

□ any table(s) related to sequence listing (specify): 

4. □ This report has been established as if (some of) the amendments annexed to this report and listed below 
had not been made, since they have been considered to go beyond the disclosure as filed, as indicated in the 
Supplemental Box (Rule 70,2(c)). 

□ the description, pages 

□ the claims, Nos. 

□ the drawings, sheets^gs 

□ the sequence listing (specify): 

□ any table (s) related to sequence listing (specify): 

* Z£ Jitem 4 applies, some or ^XX o£ these sheets may jbe marJced "eupereeded. " 
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INTERNATIONAL PRELIMINARY REPORT International application No. 

ON PATENTABILITY PCT/IB2004>D02689 



Box No. V Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial 
apptlcabjllty; citations and explanations supporting suoh statement 

1. Statement 

Novelty (N) Yes: Claims 4^9,13,15-17 

No: Claims 1-3,10-12.14 

Inventive step (IS) Yes: Claims 

No: Claims 1-17 

Industrial applicability (J A) Yes: Claims 1-17 

No: Claims 

2. Citations and explanations (Rule 70.7): 
see separate sheet 
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REPORT ON PATENTABILITY 
(SEPARATE SHEET) 



Internationa! application No., 



PCT/1B2004/002689 



Re Item V. 




1. 



The following documents are referred to in this communication: 



DEC 0 4 2006 



D1: EP^A-0 696 661 

D2: EP-A-1 305 469 

D3: EP-A-0 685 589 

D4: US-A-5 698 507 



2. INDEPENDENT CLAIM 1 

2,1 The present application does not meet the criteria of Article 33(1) PCT, because 
the subject-matter of claim 1 is not new In the sense of Article 33(2) PCT and does not 
involve an inventive step in the sense of Article 33(3) PCT.. 

Documents D1 discloses a multifunctional textile auxiliary (I) comprising, inter alia, (a) 
10-60 wt.% nonionic surfactant of fonnula R10-(Alkylene-0)m1- (I); ©4-20 wt.% 
hydrotropic additive (cumenesulphonic acid, naphthalenesulphonfc acid), (e) 0-8 wt .% 
Mg carboxylatB salt, (f) 0-30 wt.% complexing or sequestering agent (hydroxy carboxylic 
acid as, for example, citric acid, phosphonates) and (h) 0-60 wt.% water. 

The formula of the nonionic surfactant falls within the scope of the formula (I) claimed in 
claim 1 of the present application (01 : page 2, line 1 to page 3, line 55). 
According to page 9, line 32ff of D1 said mixture Is used as a textile auxiliary, e.g. as a 
wetting agent, detergent, dispersant or stabiliser in peroxide bleaching baths and 
provides storage-stable, low-foam, silicone-free, aqueous textile auxiliaries which can 
be used for the above applications without the addition of other foam suppressants, 
esp. silicones. 

Moreover, it follows also from the examples of document D3 that the mixture claimed In 
claim 1 of the current application is already known in the art (see, for example, example * 
2, which describes a mixture comprising a mixture A, CI 2-1 8 alkoxylated alcohol, 
BAYSTABIL LBS), etc). 
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Document D4 discloses a composition comprising (a) 1-6% of a nonionic surfactant; (b)^ 
5-15% of citric acjd; © 0,75-3% of hydrogen peroxide; (d) 0.25-3% a acid resistant 
protease enzyme; (e) 0.25-3% of an amylase enzyme; (f) 1-4% of a hydrotrope; (g) 
0.1-1 .5% of calcium chloride; (h) 0.5-2% of sodium formate and water (D4: column 2, 
line 49 to column 4, line 59). 

Thus, the mixture claimed in claim 1 of the current application is not novel in view of D4. 



3. INDEPENDENT CLAIM 14 

The present application does not meet the criteria of Article 33(1) PCT, because the 
subject-matter of claim 14 is not new In the sense of Article 33(2) PCT and does not 
involve an Inventive step In the sense of Article 33(3) PCT. 

Each of the documents D1 and D3 discloses the use of said mi^dures to pretreat 
textiles. 



4. INDEPENDENT CLAIMS 15 AND 16 

The present application does not meet the criteria of Article 33(1) PCT. because the 
subject-matter of claims 15 and 16 does not involve an inventive step in the sense of 
Article 33(3) PCT. 

It follows not only from documents D1 , b2 and D3 but also from the description of the 
current application that the pretreatment processes claimed in claims 15 and 16 are 
known In the art. 

5- DEPENDENT CLAIMS 2, 3. 10-12. 17 

Dependent claims 2, 3, 10-1 2» 17 do not contain any features which, in combination 
with the features of any claim to which they refer, meet the requirements of the PCT in 
respect of novelty and/or inventive step (Article 33(2) and (3) PCT). 
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Process for pretreating natural fibers. 
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Abstract of EP0685589 

In the process (a) an anionic wetting or dispersing agent, and opt. (b) bleaches or 
bleach stabilisers and/or (c) nonionic components for textile treatment, the cations of th 
anionic wetting or dispersing agent are fomied by 5-100 equiv.% of Li and 95-0 equiv.*/ 
of Na<+>, K<+>, NH<+>4, Ca<2+> and/or l\Ag<2+>. 
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